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water they are passed to girls, who rapidly brush
them in a trough containing sawdust, finally drying
them singly over an open coke fire. It is essential
to pass the sheets through a pair of 6 inch rolls
after leaving the bath to ensure the corners and
edges being level preparatory to the corrugating
process, This process is the best, and the one I
worked out so successfully for many years when
engaged in the manufacture.

The action of the rolls in the bath keeps up a
constant circulation of the metal, and the dross is
not so likely to get solidified as by any othef pro-
cess. But the chief feature is the flux-box at the
exit side of the bath. It is an acknowledged fact
that the muriate of ammonia liquefies the metal,
which can easily be proved by dipping a small
article and withdrawing it through the clear metal,
and dipping one and withdrawing it through the
flux. The action of muriate of ammonia can also
be readily seen when a bath is filled, and before the
machinery is introduced and no flux is on the sur-
face. A very slight film of oxide, varying according
to the heat of the metal, will be seen floating on
the surface in all the colours of the rainbow. By
scattering a very small quantity of the muriate over
the surface, this film will instantly disappear, leaving
the metal on the surface as bright as molten silver.
This is a sure proof of the economy in the use of a
flux, in contrast to any other method.